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ABSTRACT: 

PURPOSE: To obtain the title molding having an appearance 
delustered without detriment to its thermal and mechanical 
properties, by heat -treating a molding comprising a thermoplastic 
resin and a crystalline resin . 

CONSTITUTION: A thermoplastic resin molding is obtained by mixing 
99-lpt.wt. thermoplastic resin (a) selected from among an ABS resin, 
an MBS resin, an ACB resin, an AES resin, an HI-PS resin, a modified 
PPO resin, a PC resin, a nylon, a polyester, polyoxymethylene, a PPS 
resin, etc. with l-99pts.wt. crystalline resin (b) of a glass 
transition temperature <100°C which is a resin other than component 
(a) and preferably is an aromatic polyester or a polyamide. This 
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molding is heat -treated for lmin-4h at a temperature from the glass 
transition temperature of component (b) to the m.p. of component (a). 
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